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Disclosure to Promote the Right To Information 

Whereas the Parliament of India has set out to provide a practical regime of right to 
information for citizens to secure access to information under the control of public authorities, 
in order to promote transparency and accountability in the working of every public authority, 
and whereas the attached publication of the Bureau of Indian Standards is of particular interest 
to the public, particularly disadvantaged communities and those engaged in the pursuit of 
education and knowledge, the attached public safety standard is made available to promote the 
timely dissemination of this information in an accurate manner to the public. 




Mazdoor Kisan Shakti Sangathan 
"The Right to Information, The Right to Live'' 
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AMENDMENT NO. 1 AUGUST 1992 

TO 

IS 1912: 1984 SPECIFICATION FOR COUNTRY JUTE 

TWINE 

( SeeoHdReHsbm) 



( Page 4, clause Ui) — Insert the following new dause after 2j6 : 

' 2.7 Contnct Mobture regain — The contiact moistuie regain of the Jute 
twine shall be 16 peicent' 
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Indian Standard 

SPECIFICATION FOR 
COUNTRY JUTE TWINE 

{ Second Revision ) 



0. FOREWORD 

04 This Indian Standard ( Second Revision ) was adopted by the 
Indian Standards Institution on 15 September 1984, after the draft 
finalized by the Cordage Sectional Committee had been approved by the 
Textile Division Council. 

0.2 This standard has been revised in the light of the experience gained 
since its first revision. In the present revision the following major 
changes have been made: 

a) Two new varieties ( No. 7 and 8 in Table 1 ) have been included 
which are suitable for stitching the mouth of jute bags for pack- 
ing food grains, sugar, etc; 

b) Linear density and breaking load values have been modified; 
and 

c) Packing and sampling clauses have been modified, 

0.3 For the purpose of deciding whether a particular requirement of this 
standard is complied with, the final value, observed or calculated, ex- 

firessing the result of a test, shall be 'Irounded off in accordance wjth 
S : 2-1960*. The number of significant places retained in the rounded 
off value should be the same as that of the specified value in this 
standard. 



1. SCOPE 

1.1 This standard prescribes the requirements of country jute twines of 
eight varieties used for packing, mouth stitching of bags and other 
miscellaneous purposes. 

*Rules for rounding off numerical values ( nuisid). 
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Z MANUFACTURE 

2.1 Jute Fibre — The jute fibre used In the manufacture of the twine 
shall be free from defects like roots and specks and shall be well carded. 

2*2 Tarn —Jute yarn used for making the twines shall be well and 
evenly spun with < twist. 

2.3 Twine— The twines shall be made of the required number of yarns 
twisted together with S twist. It shall be well and evenly twisted and 
shall be free from defects. 

2.4 Skein — Each skein of twine shall be continuous in its length and 
shall not contain any loose ends. 

2.5 Lnbricating Material — For the purpose of dressing the flbre^ 
lubricating material not exceeding 8 percent of the mass of the twine in 
a skein may be used. However, no weighting or loading material shall 
be added. 

2.6 Moletare Regain — A maximum of 16 percent moisture regain in 
the twines shall be permissible when tested by appropriate method. 

3. REQjUIREMENTS 

3.1 The twine shall conform to the requirements specified in Table 1. 

4. PACKING 

4.1 Unless otherwise agreed to between the buyer and the seller, the 
twines shall be made into 1*73 m ( 72 inch ) or 2*29 m ( 90 inch } girth 
skeins each weighing approximately 500 g. Suitable number of such 
skeins shall be packed into a bundle weighing 25 kg. Maximum up to 
10 such bundles shall be packed in a bale. 

5. MARKING 

5.1 Each bale shall be marked with the following: 

a) Name of the material; 

b) Net mass of the bundle; 

c) Manufacturer's name, initials or trade-mark; and 

d) Year of manufacture. 



IS 1 1912 - 1984 





TWEBi wrnvmauams w 


JOTB TWINE 






(CUusiSA) 






VAmnRT No. 


LnnsAB Plt 

DiKSZTY 


Twist, 

Max 


Bbbaxiko 

Load, 

Min 


(1) 


(2) (3) 


(4) 


(5) 




in/kg 


Turns/ m 


N 


1 
2 
3 
4 
5 
6 
7 
8 


1025 1 2 
685 3 
515 4 
410 , + 12_^,5 
510 r- 8***^^^^2 
340 3 

1 190 3 
885 J 3 


120 
110 
90 
75 
90 
80 
140 
115 


98 
147 
J96 
245 
147 
216 

92 
111 


Mbtbodb Of 
TasT 


IS : 570-1964« — 


•— 


IS : 1670- 
1970t 



NozB —IN — 0*102 kgf 4ppro>i»«teiy. 

* Methods for determinatioii of universal count of jute yam ( rtvistd ). 
tMethod for determination df breaking load, elongation at break and tenacity of 
yarns ('jSrif'ffMfisfi ). 

S2 BIS Certification Marldii^ 

The pfoduct miy abo be miiked with Standafd MarL 

S.2a The use of the Standaid Mark la governed by the proviaions of the 
Bureau of Indian Sundarda Act» 1986 and the Rules and Regulatlona made 
thereunder. The detaila of conditions under which the licence for the use of 
Standaid Mark may be granted to manufacturem or produceis tmy be obtained 
Crom the Bureau of Indian Standanla. 



6. 8AMPUN0 

6bl Lot — The quantity of .bales of jute twiae.of the same construction 
delivered to one buyer> against one despatch note, shall constitute a lot. 

6;2 The conformity of a lot to the requirements of this standard shall be 
determined on the. basis .of tests carried out on theaamples selected from 
the lot. 

6.S Unless othetwise agreed to between the buyer and the seller, the 
number of bales to be selected at random from a lot shall be in 
accordance with Table 2. 
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TABLE 2 NUMBER OF BALES TO BE SELECTED FROM A LOT 

(aa«f#6.3) 

No. or Balks nr tbb Lot Samtlb Sizs or Balbs Number or BxtndXiBs 
(1) (2) (3) 

Up to 15 2 10 

16 to 25 3 15 

26 to 50 5 20 

51 and above 8 30 

6.3.1 The number of bundles to be selected shall be in accordance 
with col 3 of Table 2. 

6.3«2 One skein shall be drawn from each bundle selected. 

6.4 Number of Tests 

6.4.1 For determining linear density one hank shall be prepared from 
each skein selected as in 6*3«2. Each hank shall be of 25 m length. 

6.4.2 Breaking load test shall be determined ondt least 40 test speci- 
mens prepared from the skeins selected as in 6.3.2" at random. As far as 
possible equal number of test specimens shall be prepared from each 
skein selected. 

6«4.3 For determining the twist at least 20 test specimens shall be pre- 
pared. An equal number of test specimens shall be prepaied from^ach 
skein selected. 

6Ji Criteria for Conformity — The lot shall be considered conform-^ 
ing to the requirements of this standard if the following conditions ar^ 
satisfied: ' 

a) From the test results for linear density, the average X and range 
R is determined, and the values of the expression X ±0'4[R 
shall lie within the specified requirements. 

b) From the test results for breaking load, the average X and the 
range R Js determined, and the value of the expression JT — 0*4 it 
is greater than or equal to the relevant specified requirement. 

c) From the test result for twist, the average X and^ range 7 is 
determined and the value of the expression X + 0'4r is less than 
or equal to the specified requirements. 

X is average of all the observations and R is obtained by taking 
the average of the ranges of 5 consecutive observations. 
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